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The Treatment of Steel

While on the subject of grate-bars we may as well say
that the satisfactory and safe working of this furnace would
be entirely defeated by any attempt to use either square

la y 6 "i

wrought-iron bars or ordinary straight cast-iron bars, Such
bars always warp, get pushed out of place, and allow a rush
of air through at one place and no air at another. This
causes hot and cold places in the furnace and produces